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(71) We, CASSELLA FARBWERKE 
MAINKUR AKTIENGESELLSCHAFT, 
a body corporate organised under the laws of 
Germany, of 6 Frankfurt (Main)-Fechen- 
heim, Germany, do hereby declare the inven- 
tion* for which we pray that a patent may 
be granted to us, and the method by which it 
is to be performed, to be particularly described 
in and by the following statement: — 

Water - soluble homopolymers and/or 
copolymers, in particular those based on acryl- 
amide, have a continuously growing impor- 
tance, for instance, as textile finishing agents, 
binding agents and thickening agents, and 
especially as floculating and sedimentation 
auxiliaries. 

Highly water-soluble homo and copolymers 
of acrylamide having a high molecular weights 
may be obtained, for example, by use of a 
redox catalyst system containing as reducing 
component a compound of the general formula 

R — SO- — CH — NH — COOR' 



IV 

wherein R, R', and R" represent alkyl, cyclo- 
alkyl, aryl, nitroaryl, halogenoaryl or aralkyl 
radicals, and R" may also represent hydrogen 
(see Belgian Patent No. 701,722). 

At room temperature, polyacrylamide solu- 
tions formed when carrying out the polymeri- 
zation in an aqueous medium have a sticky, 
gelatinous or gummy consistency and, consc- 
quendy, are difficult to process, for instance 
to stir or to remove from the reaction vessels. 

Precipitation polymerization in organic sol- 
vents, which would appear to be a solution 
of these difficulties, only yields polymers hav- 
ing a relatively low molecular weight. 

Known polymerization plants having in the 
interior revolving cylinders which rotate rela- 



tively to each other (DAS 1 301 068) or 
plants having other rotating devices (DAS 40 
1 301 522) or a longish rotor of an oval cross 
section (DAS 1 301 523) or polymerization 
plants such as planet extruders in the form 
of rollers (DOS 1 595 735) have not proved 
useful for the preparation of water-soluble 45 
polymers by polymerization in water. More- 
over, such apparatus are complicated. Many 
attempts have been made to prepare water- 
soluble polymers in a reaction tower by con- 
tinuous polymerization in an aqueous nwh'nm 50 
It is known (DAS 1 218 157, coL 1, lines 28— 
41) that these efforts have failed because, after 
only a short time, the slightly viscous mono- 
mer solution which is introduced at the upper 
end of the reactor cleared a way through 55 
the highly viscous polymer solution and came 
out of the reactor at the bottom in an unpory- 
merized or only slighdy polymerized state. 
Even the installation of obstacles such as 
sewage blocks or Raschig rings did not prevent 60 
the formation of such rhannrfc. 

Consequently, it has been necessary to adopt 
batebwise preparation for water-soluble poly- 
mers, in particular those based on acrylamide, 
by polymerization in an aqueous medium* 65 

By employing a cylindrical reactor equipped 
with sbutofF joints and a piston which is mov- 
able along the cylinder axis it is possible to 
carry out the batchwise polymerization (DAS 
1 218 157). The piston is moved either with 70 
the aid of air or water pressure, or mechanic- 
ally. 

According to the known p rocesse s for poly- 
merization in an aqueous solution the poly- 
mers are obtained in the form of jellies which 75 
may, of course, be reduced according to the 
known methods to small particles, but almost 
im medi a t ely fuse together. Consequently, the 
dehydration of the gelatinous polymers is not 
immediately possible and requires, for instance, $0 
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the introduction of the gelatinous polymer 
particles into a watcr-immiscible organic 
liquid which is incapable f dissolving the 
polymer and, furthermore, requires the elimi- 
nation of the water by way of an azeotropic 
distillation (DAS 1 494 967> m 

It is an object of the present invention to 
provide a simple process for the production 
of water-soluble polymers by polymerization 
in on aqueous medium, which avoids the dis- 
advantages of the hitherto known processes, 
in that it may be carried out continuously and 
yields particularly high-molecular weight pro- 
ducts. - 

According to the invention, there is pro- 
vided a process for continuous preparation of 
a water-soluble polymer comprising the steps 
of continuously introducing, at the top of a 
vertical, elongated reactor, an aqueous solu- 
tion or dispersion of a monomer which forms 
a water-soluble polymer, a catalytic amount 
of a redox catalyst system including a reduc- 
ing agent of the formula: 

R SO- — CH — NH — COOR' 



wherein R, R' and R" represent alkyl, cydo- 
alkyl, aryl, nitroaryi, halogenoaryi or aralkyl 
radicals and R" may also represent hydrogen, 
maintaining the solution or dispersion at a pH 
above 7, adjusting the throughput of said 
aqueous solution or dispersion and its tem- 
perature to form a stationary polymeriza- 
tion zone in said reactor in which a gel or 
polymer having a high molecular weight is 
formed, and continuously discharging said gel 
at the base of said reactor. 

Preferably the monomer comprises 15 to 
40% by weight of the aqueous solution or 
dispersion. . 

Preferably the process is carried out in a 
reactor, the internal wall of which c onsists 
of a material having a contact angle to water 
of over 45°, whereby the polymer is pre- 
vented from sticking to said internal wall 

Preferably also the stationary polymeriza- 
tion zone is formed in the upper third of the 
reactor and is preferably 15—40 cm high. 

The gelatinous polymer solution formed in 
the course of the process may be mechanic- 
ally reduced to small particles which are sub- 
sequently dehydrated. These particles do not 
tend to fuse together and, consequently, may 
be dried in a conventional manner , for 
instance, on a belt-type dryer* 

It is possible by die method of the inven- 
tion to polymerize continuously all monomers 
capable of forming water-soluble polymers, 
eg. acrylamide, acrylic or methacrylic acid, 
N-vinylmethylacetamide or vinylsulfonic add. 
Apart from those monomers, other vinylmono- 
mers forming themselves water-insoluble poly- 
mers may be present in such amount as secures 



th water-solubility of the mixed polymer 
being formed. Thus, it is possible that, based 
on the monomer yielding water-soluble poly- 
mers, up to 30% by weight of, for instance, 
methacrylamidc, a vinyl ester, an acrylic or 
methacrylic ester or acrylonitrile may be pro- 
sent in the aqueous monomer solution or dis- 
persion employed. , 

In order to start the polymerization, the 
components of the redox catalyst system arc 
added to the monomer solution or dispersion 
in the polymerization reactor preferably after 
having been mixed with each other. 

Suitable reducing components in the redox 
catalyst system are for instance: ethyl N-p- 
tolylsulfbne methyl carbamate, methyl N-p- 
nitropbenyisulfone methyl carbamate, methyl 
N-p-chlorophenyisulfonc methyl carbamate. 

Suitable oxidizing components are for 
instance: benzoylperoxide, ammonium or 
potassium peroxide disulfate, mcthylcthyl- 
ketone peroxide, hydrogen peroxide, cumol- 
hydroperoxide, atmospheric oxygen and other 
organic or inorganic per-compounds. Suitable 
co-catalysts are dibutylamine hydrochloride, 
copper acetyiacetonate and copper sulfate. The 
use of additional co-catalysts is advantageous 
but not absolutely n eces sa r y. 

The monomer solution containing the redox 
catalyst system and being introduced into the 
polymerization reactor, is adjusted to a pH- 
value above 7, normally between 7 and 10. 
A pH-value above 7 is necessary for the 
formation, under die reaction conditions of 
the process, of polymers which are definitely 
not cross-linked at all and, consequently, arc 
completely water-soluble. In most cases it is 
advisable to adjust the pH-value to 7,5—8,8- 
If, under the instant reaction conditions and 
at a pH-value of 8— lft saponifiable mono- 
mers are employed, a saponification sets in 
which allows the preparation of copolymers 
from a single monomer. 

Among the reaction conditions of the pre- 
sent invention, a decisive factor for a success- 
ful continuous polymerization is the use of 
the specified redox catalyst system which is 
described in Bdgian Patent No. 701,722. 
Other catalyst systems yield onhr relatively 
low-molecular weights, or, if higher concen- 
trations are employed, cross-linked polymer 
jellies which, for instance due to the formation 
of rhaniHs do not allow continuous polymeri- 
zation or only yield incompletely water-soluble 
polymers. 

In general, the redox catalyst system con- 
taining aqueous solution or dispersion of the 
polymerizable monomer or monomer mixture 
is introduced into the reactor at temperatures 
ranging from —10 to +20°C If low per- 
centage solutions or dispersions (i.e. about 
15 20% by weight) are employed, tem- 
peratures may rise up to 50°C 

The polymerization plant being used accord- 
ing to the present invention is a vertical 
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reactor which may be without any internal 
structure, either m ving or stationary. For 
the sake f simplicity a reactor of circular 
cross section is preferred. It is, however, also 
5 possible to use reactors having other cross 
sections, f r instance square, rectangular or 
elliptical 

The preferred circular cross section reactor 
consists of a simple vertical tube. In tests 

10 so far made, tubes having an inside diameter 
of 8 — 45 cm and a height of 0.80—3 m have 
been found suitable. The ratio of the diameter 
and the height was from 1:1.7 to 1:25. In 
a simple tube of a diameter of 20 cm and a 

15 height of 3 m, for instance, it is possible to 
prepare 50 tons per year of polyacrylamide. 

The material constituting the interior surface 
of the reactor should be of such a nature as 
avoids any adhesion thereto of the gelatinous 

20 polymer solution being formed. Experiments 
indicate that such characteristics are inherent 
in materials having a contact angle relative 
to water of more than 45°C 
Examples of such materials are: polyole- 

25 hnes such as polyethylene and polypropylene; 
halogenated polyolefines such as polytetra- 
fluoroetbylene, polytrifluoroethylene, polyvinyl- 
chloride; silicon rubber; and glass fibre 
reinforced epozy and polyester resins. 

30 Due to the greater adhesion to the poly- 
mers being formed, neither metallic materials 
such as iron, stainless steel, copper or alum- 
inum, nor non metallic materials such as g1n« 
or enamel, are well suited for this applica- 

35 tton. 

The reactor may consist entirely of one 
single material which resists adhesion of the 
gelatinous polymer solution being formed. 
Thus it may consist of a polyethylene, poly- 

40 propylene, polytetrafiuoroethylene or polytri- 
fluoroethylene tube, or alternatively a tube of 
a material such as concrete or metal, provided 
with an interior surface layer meeting the 
above requirements. Thus, for instance, the 

45 interior surface of a metal tube may be 
coated with polypropylene or any other appro- 
priate material. 

The invention is described further with 
reference to the accompanying drawings in 

50 which: 

Figure 1 shows ^grammatically apparatus 
for carrying out the process of the invention, 
and 

Figure 2 shows a modification of the appara- 
55 tus of Figure 1. 

The apparatus of Figure 1 broadly com- 
prises a reactor (1), a mixer (2), a comminut- 
ing device (3) and a co n ve y or (4). 
In the illustrated embodiment the reactor 
60 (1) is a vertical tube, open at its upper and 
lower ends, and formed preferably of poly- 
propylene, polyethylene, polytetrafluoroetbyl- 
ene or polytrifluoroethylene. 
A polymerizable solution or dispersion of a 
65 monomer or mixed monomers is introduced 



into the mixer (2) through an inlet conduit 
(5). The oxidizing and reducing components 
of the redox catalyst system are separately 
introduced, preferably as a solution, through 
inlet conduits (6) and (7). Co-catalysts, if 70 
used, such as copper and/or chloridiones may 
already have been added to the monomer solu- 
tion or dispersion which is introduced through 
the inlet conduit (5), the pH-value of which 
solution has already been adjusted so that the 75 
solution or dispersion introduced into the 
pol ymeri za t i o n reactor will have die desired 
pH-value above 7. If an even more exact 
adjustment of the pH-value is required it is 
possible to add dissolved ammonia or a TH1 i 80 
m the mixer through a pipe (5a). The mono- 
mer solution or dispersion and the compon- 
ents of the catalyst system are mixed with 
the aid of a stirrer (8). The mixer (2) is 
equipped with a heating or cooling jacket (9) 85 
through which flows a heat exchange agent, 
this latter being introduced through an inlet 
conduit (10) and led off through a discharge 
conduit (11). In general, the mixture is cooled 
down in the mixer (2) to —10 to +20°C 90 
Subsequently, the mixture is introduced into 
the polymerization reactor (1) through an 
inlet conduit (12) whereby the feed rate to 
the reactor and thus die throughput of die 
reactor may be controlled by a dosage valve 95 
(13). In die polymerization reactor (1), poly- 
merization commences at a slow rate and with 
a slight increase in temperature and viscosity. 
Thus, in the upper part of the reactor, the 
temperature and the viscosity increase from 100 
the top to the bottom. The increasing viscosity 
reduces the mobility of the growing chains 
of the polymer molecules, whereas the mono- 
mer molecules may still migrate quite freely 
to the reaction site. Normally, a break in the 105 
cham occurs if 2 growing chains react with 
each other. Since, however, the growing g*"*py 
are reduced in their mobility, die breaking 
of the chains is slowed down and finally sup- 
pressed. Thus, products are obtained having 110 
a particularly high molecular weight 

This effect is known as the gel or Tromms- 
dorf effe ct Until now, it could not be applied, 
however, to the continuous preparation of 
water-soluble polymers. The retardation or the 115 
suppression of the breaking of the chains 
causes an increase in the polymerization rate 
whilst, due to the gelatinous constitution of 
the polymer, the heat of polymerization is not 
readily dissipated. The gelatinous solution 120 
which leaves the bottom of die reactor is dis- 
charged at such a rate that, due to the inter- 
action of the rate of polymerization and the 
reducing heat dissipation as polymerization 
progresses, a stationary polymerization zone 125 
(14) is formed in which the temperature sud- 
denly rises relative to that above the zone (14). 

This zone reaches a height of about 15 40 

cm if the throughput rate in the reactor is 
chosen so that the zone (14) is formed about 130 
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one third of the way down the reactor, as 
has proved advisable in order to achieve an 

0P ST 3£b*ta of a 25% by weight 

5T acrvlamidc solution having a starting tem- 
pSre of appros. 20*C this is normally 
achieved if the throughput rate of the reactor 
is about one third of its content every 30—75 
minutes. If a lower throughput rate is chosen, 

10 the polymerization zone (14) is *°nnedrugter 
up iTthe reactor, the maximum capaatyof the 
polymerization reactor s not realize* and the 
Cieht of the polymerization zone decreases. 
On the otto hand, if a higher throughput 

15 rate h chosen, thezone (14) is formed furtter 
M the reactor and, as a consequence ttere- 
of die temperature of the gelatinous poly- 
mer which comes out of the reactor rises and 
iTmay be incompletely polymerized. In con- 

20 ^deration of the molar polymerizauon heat 
and the temperature at which the solution or 
dispersion is introduced into the polymeriza- 
tion reactor rt) the monomer concentration 
is adjusted so as to prevent the maximum 

25 temperature of the polymerization process, 
U. the temperature in the polymerizauon 
zone (14), surpassing the boiling point of me 
water. Within the poljmerization zone ( (14) 
a polymerization gel is formed, the polymer 

30 of which has, due to the use of a «^^»H* 
srstem according to Belgian Patent No. 
701,722, such a high molecular weight as to 
LcuWby reason of its consistency, hermetic 
S of the cross-section of the reactor which 

35 Jrevefts the unpolymeri^d m^iotaj 
or dispersion from working down past the 
polpnerization zone, Cor^uendy, the forma- 
Son of the polymerizauon zone (14) prefer- 
35 rfaving Thdsht of 15-40 cm, m wtoch 

40 very high-molecular polymers are formed, is 
a decisive factor in achieving successful con- 
tinuous polymerization. 

Below the polymerization zone (K) little 
polymerization takes place and the tempera- 

45 ture of the polymer decreases. It is advisable 
to choose, in the case of a given throughput 
rate, the height of the reactor, or in the case 
of a given height, the throughput rate so that, 
at the bottom of the reactor, the polymer 

50 comes out at a normal or only slightly increased 
temperature. r « 

The polymer solution conimg out of the 
reactor (1) is a gel (15) which is guided and 
continuously pulled down by two revolving 

55 discharge cylinders fl6a) and (16b). The gel 
may subsequently be treated as desired. In 
the case of the plant illustrated m Figure 1 
of the drawing, the gel enters a funnel (17) 
of the comminuting device (3) where it is 

60 engaged by the screw (18), transported to the 
right (as seen in the drawing) and pressed 
against an extrusion die (19). Before the die 
rotates a cutter bar (21) which is mounted 
onto the screw shaft (20). The gel particles 

65 (22) which come out of the comminution 



device (3) fall onto the conveyor (4) which 
transports them with a view to any iurther 
treatment such as drying. Due to the fact that 
the polymer particles no longer tend to fuse 
together they are easy to dry fox mstanoe 70 
with the aid of a current of heated air. If 
desired, the dried particles may then be sub- 
jected, for further size reduction purposes, to 
an additional grinding process. 

It is advisable but not absolutely necessary 75 
to carry out the mixing of the reaction 
ingredients and their introduction into the 
pohmerization reactor in the presence of a 
protective gas such as nitrogen. For this pur- 
pose, the protective gas is introduced through BU 
aTklet conduit (23) into the upper part of 
the mixer (2) from which it then escapes 
through a pipe (24). Through a pipe (25), 
the protective gas is also blown onto the con- 
tent of the polymerization reactor (1). The to 
two pipes (24) and (25) may be directly con- 

nected. . . . 

According to the dimensions, in particular 
the diameter of the reactor employed, the 
gelatinous solution may be discharged there- so 
from in two completely different ways. 

The first alternative occurs if polymeriza- 
tion reactors having a diameter of up to 15 cm 
are used. In this case, the gelatinous poly- 
mer solution docs not leave the reactor spon- 
tancoushr, but has to be discharged in an 
appropriate manner. In the plant Mustxattd 
on Figure 1, the cylinders (l&Oand H?>> 
serve as a discbarge device, WhEst . pudioj 
the gel (15) thev continuously pull it out of 1W 
the bottom of the reactor. Instead of using 
the discharge cylinders illustrated in Figure 
1, it is also possible to use other means for 
discharging the polymer. One such alternative 
is Sownin Figure 2 and consists m leading 105 
through the reactor (1) an endless 
GO) which rims over the fixed rolls OS), (27), 
OS) and (29), at least one of which, tor 
example the roll (27% is driven counter-clock- 
wise. The steel line (30) is moved through the 110 
reactor at the throughput rate. Consequently, 
the polymerization occurring m the reactor 
results in the gel being formed around it, the 
latter being drawn out of the reactor (1) by 
the movement of the line. By deviation over 115 
the roll (26) the steel line (30) is caused to 
cut out of the gel which then moves on down. 
Instead of using a steel line it is also pos- 
sible to choose a different material or a chain. 
£ Ttiu T latter case the (26) to (29) are replaced 120 
by gears. Figure 2 does not show the mixer 
and the comininuation device, where in 
Figures 1 and 2 the same reference numbers 
are used, they indicate the same parts. Measur- 
ing devices for pH-valucs and temperatures, 125 
mechanical drives, pumps etc are not illus- 
trated in Figures 1 and 2. In this respect, suit- 
able known devices may be employed. If poly- 
merization reactors having a diameter of at 
least 20 cm arc used, the gelatinous solution 130 
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automatically comes out of the reactor due to 
its own weight. It is possible to prevent in 
an appropriate manner the gelatinous solution 
from coming out f the reactor too rapidly. 

5 For this purpose the rotation rate of the dis- 
charge cylinders is slowed down or the reactor 
is mounted immediately upon the coinminua- 
tion device, whereby it is the rate of the 
mechanical feeding in the comminuation device 

10 which controls the throughput rate of the 
reactor. 

With the process of the present invention 
it is possible to carry out during the poly- 
merization process chemical reactions such as 

15 saponifications and methylolations. Thus, it 
is, for instance, possible to prepare copolymers 
of acrylamide and acrylic add merely by add- 
ing to the acrylamide solution or dispersion 
to be introduced into the reactor such an 

20 amount of alkali in tfie form of alkali 
hydroxides, carbonates or hydrogen carbonates, 
as is necessary for achieving, under the con- 
ditions of the process during the polymeriza- 
tion process, a partial saponification. 

25 The polymers prepared according to the 
process of the present invention distinguish 
themselves by a particularly high molecular 
weight of more than 3 million and are, more- 
over, completely water-soluble. They are excel- 

30 lently suited as flocculating and sedimentation 
auxiliaries. 

A further outstanding property of the 
polymers prepared according to the present 
invention is the inherent shape retention, Le. 
35 their ability to keep their given shape. 

The following examples are given for the 
purpose of illustrating the present invention. 
The percentages are given in percentages by 
weight. 

40 EXAMPLE 1 

10 kg. of a monomer solution containing 
24.73% acrylamide, 74.29% water, 0.86% 
sodium carbonate, 0.024%. methyl N - p - 
tolylsulfone methyl carbamate, 0.048% di-n- 

45 butylamine hydrochloride, 0.024% 

ium peroxide disulfate and £24% of ft cop- 
per acetylacetonate solution (1 kg. solution 
corresponds to 123 tCu**) are introduced at 
20°C into a vertically mounted polypropylene 

50 tube having a length of 150 cm. and an inside 
diameter of 10 cm. At the beginning the bot- 
tom of this tube is closed. After 45 minutes' 
time the polymerization begins in, the tem- 
perature of the reaction mixture rising in the 

55 course of 25—30 minutes to a maximum of 
93 °C After the decay of the reaction tem- 
perature down to 30 — 40°C a rubber-like, 
non-sticky polymerization jelly is formed. The 
reactor is opened at the bottom and the poly- 

60 mer mass is pulled out to such a degree as 
allows it to be led between two discharge 
cylinders mounted immediately below the 
reactor. Subsequently, at the top, 2 kg of the 
mon mer solution having the above-described 



constitution are added. After 10 minutes* time 65 
about, in the upper third of the reactor the 
polymerization of the subsequently introduced 
monomer solution sets in. In this moment the 
mechanically driven discharge cylinders are 
set going, thus continuously pulling out the 70 
polymer mass whereas, at the top of the reactor 
the corresponding amount of the above-des- 
cribed monomer solution is simultaneously 
introduced from a miring vessel. 

According to die present invention, the feed 75 
rate of the monomer and the offtake rate of 
the polymer arc adjusted so as to allow the 
formation, in the upper third of the reactor, 
of a stationary polymerization zone (14). Thus 
are obtained, per hour, 4 to 5 kg of a high- 80 
molecular non-sticky polymer jelly which is 
reduced into small particles, these particles 
which do not fuse together being dehydrated 
an a belt-type dryer so as to form a granulate 
which is then ground. The thus obtained 85 
powdery polymer is completely water-soluble. 
The relative viscosity of an aqueous solution 
containing 1 mol sodium nitrate and 0,05% 
of the polymer is 1,60 at a temperature of 
25°C The product is excellently suited as 90 
floculating and sedimentation auxiliary. 

EXAMPLE 2 
Analogously to the description given in 
Example 1, a monomer solution consisting of 
24,45% acrylamide, 73,30% water, 2,13% 95 
sodium carbonate, 0,024% methyl N-p-tolyl 
sulfone methyl carbamate, 0,024% ammonium 
peroxide disulfate, 0,048% di-n-butylamine 
hydrochloride, 0,024% copper acetylacetonate 
solution (1 ml solution corresponds to 12^ 100 
yCu*+) are polymerized in a tubular reactor 
having a length of 2 m and an inside diameter 
of 20 cm and an internal surface consisting 
of polyethylene. Because of the given dimen- 
sions and because the polymer mass is pressed 105 
out of the reactor due to its own weight the 
discharge cylinders mounted at the bottom 
part of the reactor have to exert a braking 
effect Obtained are, per hour, 38 kg of a 
polymer jelly which is reduced to small par- 110 
ticks, the latter being dried in a current of 
heated air and ground. The powdery final 
product gives a clear solution when dissolved 
in water and has, at a temperature of 25 °G 
a relative viscosity of 1,58 related to an 115 
aqueous solution amtaining 1 mol sodium 
nitrate and 0.05% of the polymer. The analy- 
sis by titration of the carboxyl groups reveals 
that by the addition of the sodium carbonate 
about 5 mol % of the acrylamide units are 120 
hydrolized during the polymerization so as 
to yield the sodium salt of the acrylic add. 
The product is excellently suited as flocu- 
lating and sedimentation auxiliary. 

WHAT WE CLAIM IS;— 125 
1. A process for continuous preparation of 
a water-soluble polymer comprising the steps 



Of continuously introducing; at the top of a 
vertical, elongated reactor, an aqueous solu- 
tion or dispersion of a monomer which forms 
a water-soluble polymer, a catalytic amount 
5 of a redox catalyst system including a reduc- 
ing agent of the formula: 

R— SO* — CH— NH— COOR' 



wherein R, R f and R" represent alkyi, cydo- 
alkyL aryi, aitroaxyl, halogenoaryl or aralkyl 

10 radicals and R" may also represent hydrogen, 
maintaining the solution or dispersion at a 
pH above 7 at, adjusting the throughput of 
bid aqueous solution or dispersion and its 
temperature to form a stauonaiy polymmxa- 

15 tio/zone in said reactor in wtach a gel of 
colymer having a high molecular weight is 
formed, and continuously discharging said 
gel at the base of said reactor. 

2. A process as set forth m claim 1 wherem 
20 said monomer comprises 15— 40% by weight 

of said aqueous solution or dispersion. 

3. A process as est forth in claim 1 or Z, 
wherein said monomer is acrylamide. 

4. A process as set forth in any of the 
25 preceding claims wherein a vinyl monomer 

forming a water-insoluble polymer comprises 
such a proportion, up to 30% by weight of 
the water soluble monomer content said 
aqueous solution or dispersion, as does not 
30 affect the water-solubility of the ultimate 
mixed polymer obtained from said process. 

5. A process as set forth in any of the 
preceding claims wherein said polymer has a 
molecular weight of over three million. 

35 6. A process as set forth in any of the pre- 
ceding claims wherein said catalyst system 
e m it" fay an oxidizing component a percom- 
pound or atmospheric oxygen* 

7. A process as set forth in claim 6 wherein 
40 said oxidizing component is benzylperoxide, 

ammonium or potassium peroxide disulfate, 
methylethylethylfcetone peroxide, hydrogen 
peroxide or cumolhydroperoxide. 

8. A process as set forth in any of the pre- 
45 ceding claims wherein said polymerization 

zone is maintained approximately third of 
the way down said reactor. 

9. A process as set forth in claim 8 wherein 
the height of said stationary polymerization 

50 zone is 15—40 cm. 

10. A process as set forth in any of the 
preceding claims wherein said reducing agent 
is ethyl N- p - tolylsulfone methyl carbamate, 
methyl N - p - nitrophenylsulfone methyl 

55 carbamate or methyl N - p - chlorophenyl- 
sulfone methyl carbamate* 

11. A process as set forth in any of the 
preceding claims wherem said aqueous solu- 
tion or dispersion also includes a catalytic 

60 amount of a co-catalyst and said co-catalyst 



is dfoutylamine hydrochl ride, copper acctyl- 
acetonate or copper sulfate* 

12. A process as set forth in any of the 
preceding claims wherein said pH value is 
maintained from 7 to 10. t . n 

13. A process as set forth in clairn 12 
wherein said pH value is maintained from 
7 J to 8.8. . - m t . t . 

14. A process as set forth in any of the 
preceding claims wherein said monomer com- 
prises a saponiflable monomer and said pH 
value is maintained at 8—10 to cause the 
polymer to be a copolymer of the starting 
material and the saponified derivative. 

15. A process as set forth in any of the 
preceding claims wherein said aqueous solu- 
tion or dispersion is introduced into said 
reactor at a temperature ranging from —10 
to +50°G M t . , . t< 

16. A process as set forth in claim 15 
wherein said aqueous solution or dispersion 
is introduced into said reactor at a tempera- 
ture ranging from -10° to +20°C* 

17* A process as set forth m any of the 
preceding claims wherein said reactor is circu- 
lar in cross-section and has a diameter to 
height ratio ranging from 1:1-7 to 1:25. 

18. A process as set forth in any of the 
preceding claims wherein the temperature of 
said aqueous solution or dispersion and con- 
centration of said monomer are adjusted to 
prevent the temperature in said polymenza- 
tion zone from exceeding the boiling point 
of water. , , . 

19. A process as set forth m any of the 
preceding claims wherein said height of said 
reactor and the throughput rate are arranged 
to provide discharge of said polymer at tem- 
perature no more than slightly above ambient 

te 2of r 5T 1 FffOcess as set forth in any of the 
preceding claims wherein drag is exerted upon 
said polymer in the direction of the length of 
said reactor to control its discharge from said 
reactor* . 

21. A process as set forth in any of the 
preceding dairns wherein said aqueous solu- 
tion or dispersion is enveloped m an inert 
atmosphere. 

22* A process according to any of the pre- 
ceding claims, carried out in a reactor the 
internal wall of which consists of a material 
having a contact angle relative to water of 
over 45° whereby said polymer is prevented 
from sticking to said internal wall. 

23. A method according to claim 11, where- 
in said internal wall is made of a polyoleiin. 

24. A method according to claim 24 where- 
in said internal wall is made of polyethylene, 
polypropylene, polytetxafluoroethylene, poly- 
trifliiororethylene, polyvinylchloride, silicon 
rubber, glass fibre-reinforced epoxy or poly- 
ester resin. 

25. A method according to any of the pre- 
ceding claims carried out in cylindrical reactor 
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having an inside diameter of from 8 to 45 cm. 
and a height of from 0.8 to 3 meters. 

26. A method according to any of the pre- 
ceding claims where the throughput of the 
reactor is controlled by adjusting the discharge 
rate of the gel using discharge control means 
at the base of the reactor. 

27. A process for the continuous preparation 
of a water insoluble polymer, substantially as 
hereinbefore described with reference to Figure 
1 or Figure 2 of the accompanying drawings. 



28. Water soluble polymer gels, whenever 
prepared by a method according to any of the 
preceding claims. 

For the Applicants, 
CARPMAELS & RANSFORD, 
Chartered Patent Agents, 
24 Southampton Buildings, 
Chancery Lane, 
London WC2A 1AZ. 
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